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MOS TRANSISTOR WITH ASYMMETRICAL 
SOURCE/DRAIN EXTENSIONS 



CROSS REFERENCE TO RELATED APPLICATIONS 

This patent application is related to United States Application Serial 
5 No. 09/187,630 (Atty Docket No. 39153-117), filed on 11/6/98 by Yu, titled "Dual 
Amorphization Implant Process for Ultra-Shallow Drain and Source Extensions" 

and United States Application Serial No. (Atty Docket No. 39153-221) 

by Yu, on an even date herewith titled "MOS Transistor with Local Channel 
Compensation Implant. " Both applications are assigned to the assignee of the 
10 present invention. 

FIELD OF THE INVENTION 

The present invention relates to integrated circuits and methods of 
manufacturing integrated circuits. More particularly, the present invention relates 
to a transistor and a method of manufacturing it. The transistor includes 
15 asymmetrical source/drain extensions. 

BACKGROUND OF THE INVENTION 

Integrated circuits (ICs), such as, ultra-large scale integrated (ULSI) 
circuits, can include as many as one million transistors or more. The ULSI circuit 
can include complementary metal oxide semiconductor (CMOS) field effect 

20 transistors (FETS). The transistors can include semiconductor gates disposed 
between drain and source regions. The drain and source regions are typically 
heavily doped with a P-type dopant (boron) or an N-type dopant (phosphorous). 

The drain and source regions generally include a thin extension that 
is disposed partially underneath the gate to enhance the transistor performance. 

25 Shallow source and drain extensions help to achieve immunity to short-channel 
effects which degrade transistor performance for both N-channel and P-channel 
transistors. Short-chaimel effects can cause threshold voltage roll-off and drain- 
induced barrier-lowering. Shallow source and drain extensions and, hence, 

1 
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controlling short-channel effects, are particularly important as transistors become 
smaller. 

Conventional techniques utilize a double implant process to form 
shallow symmetrical source and drain extensions . According to the conventional 

5 process, the source and drain extensions are formed by providing a transistor gate 
structure without sidewall spacers on a top surface of a silicon substrate. The 
silicon substrate is doped on both sides of the gate structore via a conventional 
doping process, such as, a diffusion process or an ion implantation process. 
Without the sidewall spacers, the doping process vertically introduces dopants into a 

0 thin region (i.e. , just below the top surface of the substrate) to form the drain and 
source extensions as well as to partially form the drain and source regions. 

After the drain and source extensions are formed, silicon dioxide 
spacers, which abut lateral sides of the gate structure, are provided over the source 
and drain extensions. The substrate is vertically doped a second time to form the 

5 deeper source and drain regions. The source and drain extensions are not further 
doped due to the blockuig capability of the silicon dioxide spacer. 

As transistors disposed on integrated circuits (ICs) become smaller, 
and critical dimensions of MOSFETS are reduced, proper design and engineering of 
source/drain extensions becomes more critical to the operation of small-scale 

D transistors. In conventional MOSFET structures, the source extension and the drain 
extension are formed in the same fabrication process step. For example, as stated 
above, the source extension and drain extension can be formed in the same ion 
implantation step or the same impurity thermal defusion step. Accordingly, the 
source extension and the drain extension generally have identical characteristics. 

5 For example, the source extension and the drain extension can have an identical 
dopant profile, dopant concentration, junction concentration, and junction depth. 

Generally, a shallow source extension provides better immunity to 
short channel effects, such as, threshold voltage-roll off and drain induced barrier 
lowering. The parasitic series resistance of the source extension also plays an 

D important role in transistor drive current. The larger the source extension 
resistance, the smaller the gate-to-som-ce bias (Vgs), and hence the smaller the 
transistor drive current. Accordingly, the source extension should be as conductive 

2 



001.643900.1 



as practicable. In contrast, the drain extension may not be as important as the 
source extension in terms of control of short channel effects and drive current. 
However, it does play an important role in transistor reliability. 

Thus, there is a need for a transistor with optimized source and drain 
5 extensions. Further, there is a need for a method of manufacturing a transistor that 
has asymmetrical source and drain extensions. Further still, there is a need for 
transistors that have immunity to short chaimel effects and low drive current and yet 
have suitable reliability. Even further still, there is a need for a transistor having a 
deeper, more lightly doped drain extension than the source extension and a method 
10 of manufacmring such a transistor. 

SUMMARY OF THE INVENTION 

An exemplary embodiment relates to a method of manufacturing an 
integrated circuit. The method includes: providing a gate structure, providing an 
angled source extension implant, providing an angled drain extension implant, and 

15 providing a deep source/drain implant. The gate structure is located between a 
source location and a drain location in a semiconductor substrate. The source 
extension implant is provided in a direction from the source location to the drain 
location. The drain extension implant is provided in a direction from the drain 
location to the source location. The deep source/drain implant is provided at the 

20 source location and the drain location. 

Another exemplary embodiment relates to a method of manufacturing 
an ultra-light scale integrated circuit including a plurality of field effect transistors. 
The method includes steps of: providing at least part of a gate strucmre, forming a 
source extension with dopants of a first conductivity type, forming a drain extension 

25 with dopants of the first conductivity type, and forming deep source and drain 

regions with dopants of the first conductivity type. The gate structure is provided at 
a top surface of the semiconductor substrate. The gate structure is located between 
the source and drain regions. The drain extension is deeper than the source 
extension. 

30 Another exemplary embodiment relates to an integrated circuit 

including a plurality of field effect transistors. Each of the transistors includes a 
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gate structure disposed over a channel, a deep source region, a deep drain region, a 
source extension, and a drain extension. The deep source region and deep drain 
region are heavily doped with dopants of a first conductivity type. The source 
extension is the deep source region. The drain extension is integral to the deep 
5 region. The drain extension is deeper than the source extension. 

BRIEF DESCRIPTION OF THE DRAWINGS 

Exemplary embodiments will hereafter be described with reference to 
the accompanying drawings wherein like numerals denote like elements, and: 

FIGURE 1 is a cross-sectional view of a portion of an integrated 
10 circuit having a transistor with optimized source and drain extensions in accordance 
with an exemplary embodiment; 

FIGURE 2 is a cross-sectional view of the portion of the integrated 
circuit illustrated in FIGURE 1, showing a gate structure formation step; 

FIGURE 3 is a cross-sectional view of the portion of the integrated 
15 circuit illustrated in FIGURE 1, showing a tilt angle source extension implant step; 
and 

FIGURE 4 is a cross-sectional view of the portion of the integrated 
circuit illustrated in FIGURE 1, showing a tilt angle drain extension implant step. 

DETAILED DESCRIPTION OF THE PREFERRED EXEMPLARY 
20 EMBODIMENTS 

With reference to Figure 1, a transistor 12 is disposed on a 
semiconductor substrate 14, such as, a single crystal silicon wafer. Transistor 12 is 
part of a portion 10 of an integrated circuit (IC) manufactured on a wafer (such as, 
a silicon wafer). Transistor 12 can be an N-channel or a P-channel field effect 

25 transistor, such as, a metal oxide semiconductor field effect transistor (MOSFET). 
Transistor 12 is described below as an N-channel transistor. 

Transistor 12 includes a gate structure 18, a deep source region 22, 
and a deep drain region 24. Regions 22 and 24 have a concentration of 10'^ to 10^° 
dopants per cubic centimeter (heavily doped, P-f- or N-I-). Transistor 12 also 

30 includes a source extension 23 and a drain extension 25. Transistor 12 is positioned 
between insulative structures 52. 
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Gate structure 18 includes a gate oxide 34 and a gate conductor 36. 
Gate structure can also include a pair of insulative spacers 26. Gate structure 18 is 
above a channel 31 of substrate 14. Channel 31 is doped to a concentration of 1- 
5x10^ P-type dopants per centimeter cubed for an N-channel transistor. Channel 31 
5 can be appropriately configured with profile characteristics including pocket 

regions. Structure 18 is preferably 50 nm - 250 nm wide and 1000-2000 A thick 
(depth). 

Spacers 26 can be a silicon nitride (Si3N4) or silicon dioxide (SiOi) 
material. Gate oxide 34 is preferably thermally grown on substrate 14. Conductor 
10 36 is preferably a metal conductor or poly silicon deposited by chemical vapor 
deposition (CVD) and etched to form the particular strucmre for transistor 12. 
Spacers 26 are preferably formed by depositing a layer, planarizing and etching the 
deposited layer to leave spacers 26. Spacers 26 are 500-800A wide and 1000- 
2000A thick. 

15 Source extension 23 is preferably an ultra-shallow extension (e.g. , 

junction depth is less than 40 nanometers (nm) (e.g., 20-40 nm)), which is thinner 
than regions 22 and 24 and drain extension 25. Source extension 23 is integral or 
connected with source region 22 and is disposed partially underneath gate oxide 34. 
Extension 23 can be 40-60 nm wide. Ultra-shallow source extension 23 helps 

20 transistor 12 achieve substantial immunity to short-channel effects. Short-channel 
effects can degrade performance of transistor 12 as well as the manufacturability of 
the IC associated with transistor 12. Source extension 23 has a concentration of 
5x10^^ - 1x10^ (preferably 1x10^°) dopants per cubic centimeter. In addition, the 
conductivity of source extension 23 reduces parasitic series resistance. Decreased 

25 parasitic series resistance reduces the gate-to-source bias (Vgs) and hence increases 
drive current. 

Drain extension 25 is preferably an extension which is thinner than 
regions 22 and 24 and thicker than source extension 23 . Extension 25 is 40-60 nm 
wide and 80-120 nm junction depth (thickness). Extension 25 is integral or 
30 connected with drain region 24 and is disposed partially underneath gate oxide 34. 
Drain extension 25 may not be as important as source extension 23 in terms of 
control of short channel effects and drive current. However, the dosage of the 
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implant associated with drain extension 25 can play an important role in transistor 

reliability. For a longer lifetime of transistor 12 under hot-carrier injection stress, a 

relatively deep and lightly doped drain extension 25 reduces the peak electric field 

in channel 34 and hence, reduces the possibility of hot-carrier injection into gate 
5 oxide 34. Thus, transistor 12 with its asymmetric source extension 23 and drain 

extension 25 has an advantageous transistor performance. Drain extension 25 has a 

concentration of 1x10'^ - 5x10^^ dopants per cubic centimeter. 

Transistor 12 can be at least partially covered by an insulative layer 

and is preferably part of an ultra-large scale integrated (ULSI) circuit that includes 
10 one million or more transistors. Conductive vias can be provided through the 

insulative layer to connect to regions 22 and 24. 

With reference to Figures 1-4, the fabrication of transistor 12, 

including source extension 23 and drain extension 25 is described below as follows. 

The advantageous process allows a transistor 12 with asymmetric extensions 23 and 
15 25 to be formed. Extensions 23 and 25 can vary from each other with respect to 

depth, size, dopant concentration, junction concentration, dopant, etc. 

Source extension 23 and drain extension 25 are preferably formed in 

different ion implantation steps. Preferably, tilted implantation steps in which high 

energy ions which strike substrate 14 at an angle are utilized. Source extension 23 
20 and drain extension 25 can be implanted at different angles and with different 

dopants at different energies to form asymmetric extensions 23 and 25. The 

different angles can satisfy the different requhements for the characteristics of 

extension 23 and extension 25. 

In Figure 2, transistor 12 can be substantially formed by conventional 
25 semiconductor processing techniques to form gate strucmre 18 including gate oxide 

34 and gate conductor 36. Conventional LOCOS or shallow trench isolation 

processes can be used to form insulative structures 52. 

Gate structure 18 is formed on substrate 14 which is doped with 1- 

5x10^^ P-type dopants per cubic centimeter, assuming an N-channel transistor. Gate 
30 structore 18 can be formed by depositing or growing a dielectric layer on substrate 

14 and a metal or poly silicon layer over the dielectric layer and etching to leave 
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conductor 36 and oxide 34 as structure 18 via a lithographic process. Structure 18 
is above channel 31 between structures 52. 

In Figure 3, substrate 14 is subjected to a source extension implant 
(the source extension implant can be angled (e.g., 30-60°) from a top surface 65 of 
substrate 14) to implant dopants from a source location side 60 to a drain location 
side 62. Preferably, an N-type dopant, such as arsenic, is accelerated to an energy 
of 1-5 KeV at a dose of 10^^ dopants per centimeter squared to form N-type regions 
66 and 68 (for an N-channel transistor). Regions 66 and 68 are 6-8 nm deep (e.g. , 
below surface 65) (20 percent of final depth of extension 23). 

Due to the tih angle associated with the source extension implant, 
region 66 extends underneath gate structure 18 while region 68 is set apart from 
gate structure 18. The shadowing effect associated with gate structure 18 protects 
drain location side 62 from the N-type dopants. Alternatively, for a P-channel 
transistor, P-type dopants, such as boron, can be accelerated to an energy of 200 
eV-lKeV at a dose of lO^'* dopants per centimeters squared to form region 66. 

In Figure 4, substrate 14 is subjected to a drain extension implant. 
The drain extension implant can be angled (e.g., 30-60° from top surface 65 of 
substrate 14) from a drain location side 62 to a source location side 60. Preferably, 
an N-dopant, such as, phosphorous, is accelerated to an energy of 5-15 KeV at a 
dose of lO^'* dopants per centimeter squared to form N-type regions 70 and 72 for 
an N-channel transistor. Regions 70 and 72 are 8-12 nm deep (e.g., below surface 
65) (20 percent of the final depth of extension 25). 

Due to the tilt angle associated with the drain extension implant, 
region 72 extends underneath gate strucmre 18 while region 70 is set apart from 
gate structure 18. The shadowing effect associated with gate structure 18 protects 
source location side 60 from N-type dopants. Alternatively, for a P-channel 
transistor, P-type dopants, such as boron diflouride (BF2) can be accelerated to an 
energy of 5-10 KeV at a dose of 10" dopants per centimeters squared. 

In Figure 4, spacers 26 are formed in a conventional deposition and 
etch back process. Preferably, spacers 26 are silicon dioxide or silicon nitride 
spacers. After spacers 26 are formed, a deep source/drain implant is provided at an 
angle of 90° with respect to top surface 65 of substrate 14. 

7 



.643900.1 



The deep source/drain implant is provided at an energy level of 15 
KeV-40 KeV (N-type using As) and a dosage of 1 x 10^^ - 4 x 10^^ dopants per 
centimeter squared. Preferably, the deep source/drain implant forms deep source 
region 22 and drain region 24 having a concentration of 10^^"^^ dopants per 
5 centimeter cubed. Conductor 36 can also be doped during the deep source/drain 
implant. 

After the deep source drain implant, substrate 14 is subjected to a 
rapid thermal anneal to activate dopants in regions 22 and 24, and extensions 23 and 
25. Conventional CMOS processes can be utilized to form other structures 
10 associated with portion 10 including mtercormects, metal layers or other structures. 

The combination of the source extension implant, drain extension 
implant, and deep source and drain implant results in the source and drain profile 
illustrated in Figure 1 . The profile advantageously includes extension 23 which is 
thinner and more conductive than extension 25. 
15 Source extension 23 is preferably formed by a low energy and a high 

dose ion implantation technique. The low energy and high dose ion implantation 
technique makes a shallow and highly conductive junction for extension 23. 
Shallow source extension 23 provides better control of short-channel effects, while 
a highly conductive source extension 23 reduces current degradation due to series 
20 resistance. 

Drain extension 25 is preferably formed by a medium energy and low 
dose ion implantation technique. The medium and low dose ion knplantation 
technique makes a relatively deeper and lightly doped drain extension 25. A lightly 
doped drain extension 25 with medium depth provides better reliability under hot- 

25 carrier injection stress. 

Although arsenic is described as utilized for source extension 23 and 
phosphorous is described as being utilized for extension 25, other impurities or 
dopants can be utilized depending upon the design requirements for transistor 12. 
In addition, different thermal armealing techniques can be utilized for source 

30 extension 23 and drain extension 25 depending upon transistor design requirement. 
Further still, the drain extension implant can be performed before the source 
extension implant. 
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It is understood that, while preferred embodiments, examples, 
materials, and values are given, they are for the purpose of illustration only. The 
apparatus and method of the invention are not limited to the precise details and 
conditions disclosed. For example, transistor 12 can be fabricated as a P-chamiel 
5 transistor utilizing the method described in Figures 1-4, where N-type dopants are 
exchanged for P-type dopants and vice versa. Although certain unplant 
characteristics are discussed, other methods could be utilized to dope the various 
regions. Thus, changes may be made to the details disclosed without departing 
from the spirit of the invention, which is defined by the following claims. 
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CLAIMS 



WHAT IS CLAIMED IS: 



1 1. A method of manufacturing an integrated circuit, comprising: 

2 providing a gate structure between a source location and a drain 

3 location in a semiconductor substrate; 

4 providing an angled source extension implant in a direction from the 

5 source location to the drain location; 

6 providing an angled drain extension implant in a direction from the 

7 drain location to the source location; and 

8 providing a deep source/drain implant at the source location and the 

9 drain location. 

1 2. The method of claim 1, further comprising providing a pair of 

2 spacers abutting lateral sides of the gate structure before the deep source drain 

3 implant. 

1 3. The method of claim 2, wherein the providing the source 

2 extension step is a low energy, high dose ion implantation step. 

1 4. The method of claim 3, wherein the drain extension implant step 

2 is a medium energy, high dose ion implantation step. 

1 5. The method of claim 4, wherein a source extension formed by the 

2 source extension step is shallower than a drain extension formed by the drain 

3 extension implant step. 

1 6. The method of claim 5, wherein the source extension has 

2 approximately 5 times the concentration of dopants of the drain extension. 

1 7. The method of claim 5, wherein the source extension has a 

2 concentration of 5x10^^-1x10^° of dopants per centimeter cubed and the drain 

3 extension has a concentration of 1x10^^-5x10^^ dopants per centimeter cubed. 



001.643900.1 



10 



1 8. The method of claim 5, wherein the drain extension has a 

2 concentration between 1x10^^ - 5x10^^ dopants per centimeter cubed. 

1 9. The method of claim 5, wherein the drain extension is more than 

2 80 nm deep. 

1 10. The method of claim 7, wherein the gate structure is associated 

2 with a N-channel or P-channel with MOSFET. 

1 1 1 . A method of manufactoring an ultra-large scale integrated circuit 

2 including a plurality of field effect transistors, the method comprising steps of: 

3 providing at least part of a gate structure on a top surface of a 

4 semiconductor substrate; 

5 forming a source extension with dopants of a first conductivity type; 

6 forming a drain extension with dopants of the first conductivity type; 

7 and 

8 forming deep source and drain regions with dopants of the first 

9 conductivity type, wherein the gate structure is between the source and drain 
10 regions, wherein the drain extension is deeper than the source extension. 

1 12. The method of claim 11, wherein the forming source and drain 

2 regions further comprises: 

3 providing a pair of spacers abutting lateral sides of the gate structure; 

4 and 

5 providing a deep source/drain implant at the source location and the 

6 drain location. 

1 13. The method of claim 11, wherein the drain extension is formed 

2 in a low dosage implant process. 

1 14. The method of claim 11, wherein the source extension is formed 

2 at an energy level of between 1-5 KeV. 
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1 15. The method of claim 11, wherein the drain extension is formed 

2 at an energy level of between 5-15 KeV. 



3 16. The method of claim 11, wherein the first conductivity type is 

4 N-type. 

5 17. The method of claim 11, wherein the first conductivity type is P- 

6 type. 

1 18. An integrated circuit including a plurality of field effect 

2 transistors, each of the transistors comprising: 

3 a gate structure disposed over a channel; 

4 a deep source region heavily doped with dopants of a first 

5 conductivity type; 

6 a deep drain region heavily doped with dopants of the first 

7 conductivity type; 

8 a source extension integral the deep source region; and 

9 a drain extension integral the deep drain region, wherein the drain 
10 extension is deeper than the source extension. 

1 19. The integrated circuit of claun 18, wherein the source extension 

2 is more heavily doped than the drain extension. 

1 20. The integrated circuit of claim of claim 19, wherein the drain 

2 extension is more than 80 rnn thick and the source extension is less than 40 nm 

3 thick. 
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ABSTRACT 

A method of fabricating an integrated circuit utilizes asymmetric 
source/drain junctions. The process can be utilized for P-channel or N-channel 
metal oxide field semiconductor effect transistors (MOSFETS). The drain 
extension is deeper than the source extension. The source extension is more 
conductive than the drain extension. The transistor has reduced short channel 
effects and strong drive current and yet is reliable. 
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As a below named inventor, I HEREBY DECLARE: 

THAT my residence, post office address, and citizenship are as stated below next to my 

name; 

THAT I believe I am the original, first, and sole inventor (if only one inventor is named 
below) or an original, first, and joint inventor (if plural inventors are named below or in an 
attached Declaration) of the subject matter which is claimed and for which a patent is sought 
on the invention entitled 



MOS TRANSISTOR WITH ASYMMETRICAL SOURCE/DRAIN EXTENSIONS 



(Attorney Docl<et No. 39153/223 (E0554)) 

the specification of which {check one) 

X is attached hereto. 

was filed on as United States Application Number or PCT 

International Application Number and was amended on 

(if applicable). 

THAT I do not know and do not believe that the same invention was ever known or 
used by others in the United States of America, or was patented or described in any printed 
publication in any country, before I (we) invented it; 

THAT I do not know and do not believe that the same invention was patented or 
described in any printed publication in any country, or in public use or on sale in the United 
States of America, for more than one year prior to the filing date of this United States 
application; 

THAT I do not know and do not believe that the same invention was first patented or 
made the subject of an inventor's certificate that issued in any country foreign to the United 
States of America before the filing date of this United States application if the foreign 
application was filed by me (us), or by my (our) legal representatives or assigns, more than 
twelve months (six months for design patents) prior to the filing date of this United States 
application; 

THAT 1 have reviewed and understand the contents of the above-identified specification, 
including the claim{s), as amended by any amendment specifically referred to above; 

THAT I believe that the above-identified specification contains a written description of 
the invention, and of the manner and process of making and using it, in such full, clear, concise, 
and exact terms as to enable any person skilled in the art to which it pertains, or with which it 
is most nearly connected, to make and use the invention, and sets forth the best mode 
contemplated by me of carrying out the invention; and 

THAT I acknowledge the duty to disclose to the U.S. Patent and Trademark Office all 
information known to me to be material to patentability as defined in Title 37, Code of Federal 
Regulations, §1 .56. 
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Reg. 


No. 


30 


844 
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PAUL S. HUNTER 


Reg 


No. 


44,787 


KATHERINE D. LEE 


Reg 


No. 


44,865 


KEITH D. LINDENBAUM 


Reg 


No. 


40,365 


RICHARD J. MC KENNA 


Reg 


No. 


35,610 


JAMES G. MORROW 


Reg 


No. 


32,505 


RICHARD B. O'PLANICK 


Reg 


No. 


29,096 


STEPHEN MICHAEL PATTON 


Reg 


No. 


36,235 


JOHN T. PIENKOS 


Reg 


No. 


42,997 


TODD A. RATHE 


Reg 


No. 


38,276 


MICHAEL D. RECHTIN 


Reg 


No. 


30, 1 28 


CHRISTOPHER M. TUROSKI 


Reg 


No. 


44,456 


PETER J. VOGEL 


Reg 


No. 


41,363 


JAMES A. WILKE 


Reg 


No. 


34,279 


JOSEPH N. ZIEBERT 


Reg 


No. 


35,421 


WALTER E. ZIMMERMAN 


Reg 


No. 


40,883 



along with the following registered attorneys and agents of ADVANCED MICRO DEVICES, INC.: 



ELIZABETH A. APPERLEY 


Reg. 


No. 


36,428 


PAUL S. DRAKE 


Reg 


No. 


33,491 


VINCENZO D. PITRUZZELLA 


Reg 


No. 


28,656 


LOUIS A. RILEY 


Reg. 


No. 


39,817 


RICHARD J. RODDY 


Reg. 


No. 


27,688 


WILLIAM D. ZAHRT II 


Reg. 


No. 


26,070 



to have full power to prosecute this application and any continuations, divisions, reissues, and 
reexaminations thereof, to receive the patent, and to transact all business in the United States 
Patent and Trademark Office connected therewith; 

and I request that all correspondence be directed to: 

Joseph N. Ziebert 
FOLEY & LARDNER 
Firstar Center 

777 East Wisconsin Avenue 
Milwaukee, Wisconsin 53202-5367 

Telephone: (414) 297-5768 
Facsimile: (414) 297-4900 

I UNDERSTAND AND AGREE THAT the foregoing attorneys and agents appointed by me 
to prosecute this application do not personally represent me or my legal interests, but instead 
represent the interests of the legal owner(s) of the invention described in this application. 

I FURTHER DECLARE THAT all statements made herein of my own knowledge are true, 
and that all statements made on information and belief are believed to be true; and further that 
these statements were made with the knowledge that willful false statements and the like so 
made are punishable by fine or imprisonment, or both, under Section 1001 of Title 18 of the 
United States Code, and that such willful false statements may jeopardize the validity of the 
application or any patent issuing thereon. 
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Name of first inventor Bin Yu 

Residence Sunnyvale, CA 

Citizenship China 



Post Office Address 1331 S. Wolfe Road, Sunnyvale, CA 94087 

Inventor's signature ^2^. *• d^^^ 

Date (2,/ (t/'^'^ 
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